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LISTING OF CLAIMS: 

This listing of claims will replace all prior versions, and listings, of claims in the 
application: 

Please cancel claims 2-10 and 14 without prejudice or disclaimer of the subject matter set 
forth therein and amend claims 1 1 and 13 as follows. 

1-10. (Canceled) 

11. (Currently amended) The molded article according to claim 13, wherein the 
composition comprises 100 parts by w e ight of th e aliphatic poly e st e r and 7 to 50 parts by weight 
of the epoxy- modified acrylic elastomer. 

12. (Canceled) 

13. (Currently amended) An annealed, heat-resistant molded article comprising a 
crystalline biodegradable resin composition obtained by annealing a molded composition 
consisting of: 

100 parts by weight of an aliphatic polyester including at least one of polylactic acid and 
polybutylene succinate ; 

3 to 90 parts by weight of an epoxy-m odified acrylic elastomer including a modifying 
group in an amount of 1 to 40% by weight, the modifying group being an epoxy group ; and 

0.1 to 50 parts by weight of polytetrafluoroethvlene. wh e r e in the polytetrafluoroethylene 
is being acrylic-modified,, 
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wherein the annealing is carried out at a temperature higher than a glass transition 
temperature of the aliphatic polyester by at least 15°C . 



14. (Canceled) 



